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A8 - J62079841 Inorganic spherical fine particles (1) are produced by the 
following steps; (i) inorganic fine powder (2) and inorganic sol 
material (3) are mixed (ii) the mixture is spray-dried and (iii) the 
obtd. powder is calcined and screened, when necessary. 

- (2) is AI203, Si02, Zr02, Ti02, Fe203, BaTi03, SrTi03, PbTi03, talc, 
kaoline, etc.. The particle diameter of (2) is smaller than 1/10, e.g. 
(1/20), of thatof (1) produced. (3) is silica sol, alumina sol, 

titania sol, zircofiia sol, etc.. In order to produce truly spherical 
particles, the drying velocity of the mixture in the spray drying step 
should be controlled not to be too high. The temp, of the hot air used 
. is 0-100 deg.C, e.g. 20-80 deg.C. 

• USE/AD VA^^'AGE - (1) is used as a raw material for prodn. of cosmetics, 
abrasives, catalytic support, ceramics, etc.. (1) has high fluidity 

and is easily dispersed in a resin.(0/0) 
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Ti - Prodn. of inorganic spherical fine particles - by mixing inorganic 
powder and sol. materials, spray-drying, calcining and screening 



